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Coke Analysis.
Carbon. The author determines the total carbon, as in the analysis of graphite, by burning 0.200 gram of the coke in the electric combustion furnace.
The sulphur is obtained by fusing 0.5 gram of the coke in an iron crucible with 15 grams of sodium peroxide mixed with 10 grams of sodium carbonate. The fusion is then dissolved out with water and finished as given for sulphur in coal.
The ash is obtained as in coal.